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BASIC-ABSTRACT: 

Zn fibres are produced by beating, cutting or melt spinning to 10-50 mu dia. 
and 100mm length, and mixed with Cu fibres in a wt. ratio 1 :4 Cu :Zn . The anode 
is mould to give an outer edge and lattice structure of ca 10% porosity with 
the main portions therebetween the 70-80% porosity, so that the whole electrode 
has mechanical stability. The anode is then immersed in a Hg salt to form the 
amalgam, and is used in high performance Ag2Q /Zn, Mn02 /Zn batteries . 
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